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PRELIMINARY AMENDMENT 


Sir: 

Prior to examination of the above-identified application on the merits, please amend the 
application as follows: 
In the Claims: 

Please cancel claims 1-4 in faVor of new claims 5-15 as follows: 

5. (NEW) A methoa of reducing the internal resistance of a lithium secondary battery 
that includes a positive active material containing a lithium manganese oxide having a cubic 
spinel stmcture, said method comprising: 

controlling the crystallfte size of the lithium mang^iJfcse oxide to be 58 nm or greater; 

and \ j ^ 

^ controlling the lattice distortion of the lithium mWanese ojo^ to be 0.09% or less. 

6. (NEW) The method acpording to claim 5, ^\\^^t^iXX^jdl\Axv ratio in the lithium 
manganese oxide exceeds 0.5. I 

7. (NEW) The method accbrding to claim 5, wherein at least one of the crystallite size 
and lattice distortion of the lithium manganese oxide are controlled by firing at least one of 
(i) salts and oxides of lithium andVii) salts and oxides of manganese in an oxidizing 
atmosphere at a firing temperatureVn a range of 650^C to lOOOX for 5 to 50 hours. 


